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4. Bauxite is found in the earsic areas along the whole length of the Dinarie 
mountain range, stretching from Istria to Montenegro. The quality of the 
heuxite varies: sood bauxite is found in Istria, Dalmatia, and 
Hercegovina, and ow grade banxita is found in Lika, and Montenegyo, 


“. Before the war, the low grade was rot exploited, but now, because of the 
werld shortage of aluminium and the research work of Dr. Karsulin, 
A,Tomic, and A,Lahordny, low grace bauxite fields are beginning to be 


exploited. 
3. The average composition of good quality bauxite in Yegoslavia iss 
Aluminium oxide - Alp 03° 50 to 65 percent 
Ferrous oxide ~ Fen 03 15 to 25 percent 
Silicate di-oxide — Si Oo 1 to h percent 
Titanium di-oxide ~ Ti Oo 1 to 10 percent 
Production of aluminium, through the Bayer precess, with Lika and 
Montenegrin bauxite is often impossible because of the low content of 
Alo 03 (below hO percent) and high content of Si Oo (over lO percent) 
and caolin. 
he. Istria bauxite fields: Bauxite is found between Umago and Labin, and in 


the islands of Cres and Toginj. Most of the banxite is found in small 
concentrations in valleys and hollows, especially in the areas around 
Tabin, Barbara, Sveta, Nedelja, Vigzinada, Motovuna, Zminja, Poree and 
tuset. The depth of Istrian fields varies from 10 te 15 meters, Length 
and breadth from 80 to 100 meters, and bouxita contents from several 
hundved to three or four trousand tons. the bauxite is sattable for 
aluminium precyction and ccnsists of 50 to 97 percent Alg Og and 32 t.6 5 
percent S302. “ower grade hauxite is used by the cement. factory in Pulj. 
Transportation facilities are good, and will be even better when the new 
Tupoglav-Stalije railroad is completed, Before the war, Ietria produced 
300,000 tons of bauxite. 


ao Lika bauxite fields: Until recently little inpor*snce was attached +o 
Like bauxite Because of its high Si 02 content, The most important, 
Yields are: Grgin Brijeg near Gospic, Vratea near Gracac, Rudopolie near 
Venovina, and the area near Skoca on the Bosnian frontier. 
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a. Grain Grijeg is the largest field. An idea of its slae is given 
by the fact that it ineludes a hill 250 meters high, covering an 
area of several square kLlonmeters, compused aluwost exclusively of 
paurlte, red-vellowish in color. 


», The Veatea field is sbout 500 meters im Length and is 150 meters 
in depth. Tha bauxite is a mixture of red and white. 


a, The Rudepoije field covers en araa of six square kilometers. 
d. The Skoca flatd hae rot yet Daen properly exploited. 


The Dalmatian baucite Sielas: The best quality and higuest quantity of 
bauxit= Tn Yugoslavia is produced in Dalmatia, Bauxite is produced on 
tne islands of Cres. Lopari, Hab, Hvar, Pag, and Solita, and on the maire 
land, betvreen Velebit and Imotski at Obrovac, Kistanj, Devenik, C¥alaj, 
Knin, Kalua, Umac, Drnis, Skracin, Muc, Sinj, and Imotskl. The main 
senters ave at Deris. Imotski and Drvenik. Production centers are 
served by the DmniseVelusic anc Split-Sinj railroads, Eauxite reserves 
are now reported ta be ¢0,000,000 tons, 


idas Theo two vost important flelds are located near 
fice ane roe Brupa aspect ely. Two new fields of some in- 
portance have recently been discovered near Jajce and Bespelje (sic). 
The transportation of Hosnian bauxite to the sea has been considerably 
facilitated by the construction of the new Bihac-Knin railroad, 
Transportation to the Strnmisce plant near Ptuj can be effected by normal 
geuge railroad. 


Hercegovira bauxite fields: Bauxite deposits in Hercegovina are much 
richer than in Bosnia. Quality is also good and suitable for commercial 
production of aluminium. The main fields ares 


a, Domanevie, on the left bank of the Neretva River. Reserves are 
estimated at 250,000 tons, ality is poor, the 510. content 
varying between 10 and 12 nercent. 


o. Citvlink, on the right bark of the Neretve River. pie fields cover 
an area of over 590 squere kilometers, and include 15 major mines. 
The largest mine is located at Gornje Zlatnica. Reserves total 
ever 22,500.C00 tons. 


e. Sdivoki Brijeg and Kocerina: The fields axtend alongside the Mostar: 
Porusie road between Kneg Polje ard Koceringe, south of the Ugroveca 
River. They include ten major mines which, before the war, produceu 

some ¢D0,000 tense anmally. Tne best bauxite is mined neur Sivalkd 

Brijes, where reserves exceed 900,000 tens. Deposits lio clove to 

the surface and are therefore easily mined. Compositior. of averege 

ty bauxite in this area jigs: Alz Os up to GO personas; Far *- 


quality “4 
up =o 27 varcent: Si Oo up to ane nercens:., : 


é 


b 


Montene;rrc _bomsdte Pielde: Montenegrin bauxite is red and white on 
telor, containing either too much or too little Si Oo. White & meas cc) 
2a mined bacause it centains montnortlionite useful to the cers: 


industry, The wain Pields are as follows: 


rhs 


a. rou Risan and Zeleniks near Koter to Uleinj. The xost tiaportant 
3 at foora Voda, sevan kilometers from Uleint 


fh 
rs 
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we. Aren freon Milesiec ta Pileasa. on Trebinje-Foca road, ard includes the 
impuctant Hijjele Polijane and Carev Most -ines, A roid, 15 kilometers 
ve. ta being bonilt between Bijele Polfsne and Niksie for the 
noportation of bauxite, 


Exploitation of the Slovena bauxite cepesi its 
cert patil the Btrricee slvr plant 4s 
oreduation Le Virtiteac te Lengel 
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a Mozvcys-Velenje, with minas at Sistanj (sic) and Topylsecica 
2. F eraney i . : . LBCa Ca 
3. Kamnik - very limited cuantities. ° 
so Bohing Lake area -- very liaited cuantities, 


ke Fr Met us F ne va are a Lees ny . 
Production: Preswar figures for Yugcslav production of bauxite weres 


~ 495,490 tons 
= 358.000 tons 
= 11,000 tons 
~~ ht3,000 tens 
~ h?S,000 tens 


the pre-was average figure for Istria was 351,000 tons. Yugoslavia 
oh ads with little capital outlay, be producing at leas* 826,000 tons 
cl Dauxive per year, of which at. least 7)3,lG0 t , . 

ga aa th Ne Lin on We ° 

for export ’ 8 should be available 
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